A- 



SKJERVEN 
)RRILL 
;PHHlSON 
P^lANKLIN 
^RIELllp 



; ^ 
o 



Docket No.: M-8615US 



May 3 1,2000 



Box Patent Application 

Assistant Commissioner for Patents 

Washington, D. C. 20231 

Enclosed herewith for filing is a patent application, as follows: 
Inventors: 



CM 



H 

03^- 

Q<T\ 
CO" 



Title: 



X 
30 
7 



X 



Daniel Castro; Steven Wu; Kurt W, Scheinpflug; Kevin L. Woolbright; 
Syed F.A. Hossainy; Li Chen 

A PROSTHESIS HAVING A PATTERNED COATING 

Return Receipt Postcards 

This Transmittal Letter (in duplicate) 

Pages Specification (not including claims) 

Pages Claims 

Page Abstract 

Sheets of Drawings {including Figs. 1, 2A, 2B, 3A, 3B, 3C, 3D, 3E, 3F, 3G, 4A, 4B, 4C, 
4D, 5A, 5B, 5C, 5D, 5E, 6A, 6B, 6C, 7A, 7B, 8A, 8B, 8C, 8D, 8E, 8F, 8G, 8H, 81, 9A, 9B, 
lOA, lOB, lOQ lOD, lOE, lOF, lOG, lOH, 101, 11 A, IIB, 12A, 12B, 12C, 12D, 13A, 13B, 
13C, 13D, 13E, 13F, 13G, 13H, 14A, 14B, 14C, 14D, 14E, 14F, 15A, 15B, 15Q i5D, 16A, 
16Bi 

Pages Declaration For Patent Application and Power of Attorney 
Page Recordation Form Cover Sheet (in duplicate) 
Pages Assignment 

Pages Information Disclosure Statement 37 CFR § 1.97(b) 
Page PTO Form 1449 citing 6 references 
Copies of 6 Cited References submitted 



For 

Total Claims 



Number 
Filed 
60 



CLAIMS AS FILED 



-20 = 



Number 
Extra 
40 



X 



Rate 
$18.00 



Basic Fee 

$ 

$ 720.00 



25 Metro Drive, Suite 700 
vSanJose. CA 95110 
Phone 408 453-9200 
I-ax 40S 453-7979 

Austin, TX 
Newport Beach, CA 
San i^raacisco, CA 



Independent 1 -3=0 x $78.00 
Claims 


$ 


0.00 


LI Fee of for the first filing of one or more 
multiple dependent claims per application 


$ 




1 1 Fee for Request for Extension of Time 


$ 




Please make the following charges to Deposit Account 19-2386: 



Total fee for filing the patent application in the amount of 

The Commissioner is hereby authorized to charge any additional fees which may be 
required, or credit any overpayment to Deposit Account 19-2386. 

Respectfully submitted, 

Ken J. Koestner 
Attorney for Applicants 
Reg, No. 33,004 



$ 



1,410.00 



EXPRESS MAIL LABEL 
NO: 

EM 463 449 525 US 



634938 vl 



EXPRESS MAIL LABEL NO: 
EM 463 449 525 US 



A PROSTHESIS HAVING A PATTERNED COATING 

5 

Daniel Castro 
Steven Wu 
Kurt W. Scheinpflug 
Kevin L. Woolbright 

10 Syed F. A. Hossainy 

Li Chen 



^ BACKGROUND OF THE INVENTION 
Field of the Invention 

y 15 This invention relates generally to implantable devices, such as an expandable 

rt intraluminal prosthesis, one example of which includes a stent. More particularly, the invention 

^ is directed to a prosthesis having a patterned coating. 

hi Description of the Related Art 

y Percutaneous transluminal coronary angioplasty (PTCA) is a procedure for treating heart 

20 disease. A catheter assembly having a balloon portion is introduced percutaneously into the 
cardiovascular system of a patient via the brachial or femoral artery. The catheter assembly is 
advanced through the coronary vasculature until the balloon portion is positioned across the 
occlusive lesion. Once in position across the lesion, the balloon is inflated to a predetermined 
size to radially compress the atherosclerotic plaque of the lesion against the inner wall of the 
25 artery to dilate the lumen. The balloon is deflated to a smaller profile to allow the catheter to be 
withdravra from the patient's vasculature. 

A problem associated with the above procedure includes formation of intimal flaps or 
torn arterial linings which can collapse and occlude the conduit after the balloon is deflated. 
Moreover, thrombosis and restenosis of the artery may develop over several months after the 
30 procedure, which may require another angioplasty procedure or a surgical by-pass operation. To 
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reduce the partial or total occlusion of the artery by the collapse of arterial lining and to reduce 
the chance of the development of thrombosis and restenosis, an expandable intraluminal 
prosthesis, one example of which includes a stent, is implanted in the lumen to maintain the 
vascular patency. Stents are scaffoldings, usually cylindrical or tubular in shape, which function 
5 to physically hold open and, if desired, to expand the wall of the passageway. Typically stents 
are capable of being compressed for insertion through small cavities via small catheters, and 
expanded to a larger diameter once at the desired location. Examples in patent literature 
disclosing stents which have been successfully applied in PTC A procedures include U.S. Patent 
No. 4,733,665 issued to Palmaz, U.S. Patent No. 4,800,882 issued to Gianturco, and U.S. Patent 
10 No. 4,886,062 issued to Wiktor. 

To treat the damaged vasculature tissue and assist prevention of thrombosis and 
restenosis, there is a need for administrating therapeutic substances to the treatment site. For 
example, anticoagulants, antiplatelets and cytostatic agents are commonly used to prevent 
thrombosis of the coronary lumen, to inhibit development of restenosis, and to reduce post- 

1 5 angioplasty proliferation of the vascular tissue, respectively. To provide an efficacious 

concentration to the treated site, systemic administration of such medication often produces 
adverse or toxic side effects for the patient. Local delivery is a preferred method of treatment in 
that smaller total levels of medication are administered at a specific site in comparison to larger 
overall dosages that are applied systemically. Local delivery produces fewer side effects and 

20 achieves more effective results. 

One commonly applied technique for the local delivery of a drug is through the use of a 
polymeric carrier coated onto the surface of a stent, as disclosed in U.S. Patent No. 5,464,650 
issued to Berg et al. Berg disclosed applying to a stent body a solution which included a 
specified solvent, a specified polymer dissolved in the solvent, and a therapeutic substance 
25 dispersed in the blend. The solvent was allowed to evaporate, leaving on the stent surface a 

coating of the polymer and the therapeutic substance impregnated in the polymer. As indicated 
by Berg, stents were immersed in the solution 12 to 15 times or sprayed 20 times. 

The immersion method of coating a stent, also called dip-coating, entails submerging the 
entire stent, or an entire section of the stent, in a polymer solution. Similarly, spray-coating 
30 requires enveloping the entire stent, or an entire section of the stent, in a large cloud of polymeric 



-2- 



634938 vl 



material. One disadvantage of dip-coating and spray-coating methods is the inability to control 
the exact geometrical pattern of coating on the stent or section of the stent. Another shortcoming 
of both dip- and spray-coating is the possibility of forming web-like defects by build-up of 
excess polymeric material within the radii of the stent. Web-like defects are most prevalent in 
5 stents having tight patterns, for example coronary stents, such that the radii are very small. 

Another disadvantage of both dip-coating and spray-coating stems jfrom a low- viscosity 
requirement for the polymer solution in which the stent is dipped or with which the stent is 
sprayed. A low viscosity solution can only be achieved by using a low molecular weight 
polymer or by using a very low concentration of polymer in the polymer solution. Thus, both 
10 dip-coating and spray-coating methods have imposed limitations in type and concentration of 
y applied polymers, 

g| Other commonly ^plied techniques for coating a stent with a polymeric material include 

sputtering and gas phase polymerization. Sputtering typically involves placing a polymeric 
coating material target in an environment, and applying energy to the environment that hits the 
15 target and causes emission of polymeric material from the target. The polymeric emissions 
S deposit onto the stent, forming a coating. Similarly, gas phase polymerization typically entails 
W applying energy to a monomer in the gas phase within a system set up such that the polymer 
f3 formed is attracted to a stent, thereby creating a coating around the stent. 

Sputtering and gas phase polymerization have similar shortcomings. Like the dip-coating 
20 and spray-coating techniques, the sputtering and gas phase polymerization techniques do not 

allow control of the geometrical pattern in which the stent will be coated and are quite limited in 
the selection of polymers that can be employed. In addition, coating a stent with a polymer and a 
drug at the same time via sputtering or gas phase polymerization has not been demonstrated to be 
effective and risks degradation of the drug. Moreover, techniques for applying a polymeric 
25 coating by sputtering or gas phase polymerization and later incorporating a drug into the applied 
polymeric coating are limited. 

Accordingly, it is desirable to provide an improved method of applying a polymeric 
coating to a prosthesis. Specifically, it is desirable to provide a method of applying a polymeric 
coating to a prosthesis which enables control over the geometrical pattern in which a prosthesis 
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is coated, reduces the incidence of web-like defects due to excess build-up of polymeric material, 
broadens the field of both the types and the concentrations of polymers which may be used to 
coat a prosthesis, and allows a prosthesis to be coated with a polymer and a drug at the same 
time. 

SUMMARY OF THE INVENTION 

A patterned prosthesis, for example a stent, is provided. The prosthesis has a generally 
tubular structure and a coating deposited on at least an area of a surface of the generally tubular 
structure. The coating has a preselected geometrical pattern. 

In one set of embodiments the preselected geometrical pattern of the coating is a 
continuous stream. The continuous stream may be in a straight line or a curved or angular line. 

In mother set of embodiments the preselected geometrical pattern of the coating is an 
intermittant pattern along a surface of the generally tubular structure. The intermittant pattern 
may be in a straight line, a curved or angular line, or include a least one bead. 

In another set of embodiments the generally tubular structure includes a channel 
extending fi-om a first position to a second position along a surface of the generally tubular 
structure. The coating having a preselected geometrical pattern may be deposited at least 
partially within the channel. In some embodiments, the preselected geometrical pattern of the 
coating is a continuous stream which may be in a straight line, an angular line, or a curved line. 
In other embodiments, the preselected geometrical pattern of the coating is an intermittant 
pattern within the chaimel. The intermittant pattern may be in a straight line, a curved or angular 
line, or include a least one bead. 

In another set of embodiments, the generally tubular structure includes an inner cavity. 
The coating having a preselected geometrical pattern may be deposited at least partially within 
the cavity. The preselected geometrical pattern may be a bead. 

In another set of embodiments, the generally tubular structure includes multiple inner 
cavities. In one embodiment, the preselected pattern is deposited at least partially within each of 
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the multiple cavities. In another embodiment, the preselected pattern is deposited at least 
partially within some but not all of the multiple cavities. 

In one embodiment, the coating includes at least one polymer. In another embodiment, 
the coating includes at least one therapeutic substance. In still another embodiment the coating 
includes at least one polymer and at least one therapeutic substance. 

In another set of embodiments, the generally tubular structure has a first and a second 
coating, each having a preselected geometrical pattern. In some embodiments, the first coating is 
in contact with the second coating in at least one location. The second coating may cover at least 
a portion of the first coating. In another embodiment, the first coating does not make contact 
with said second coating. 

BRIEF DESCRIPTION OF THE FIGURES 

Figure 1 illustrates a typical set-up of components which may be used to form a coating 
onto a surface of a prosthesis according to an aspect of the present invention; 

Figure 2A illustrates a prosthesis supported by a holder assembly according to another 
aspect of the present invention. 

Figure 2B illustrates a holder assembly having motion capabilities. 

Figure 3 A illustrates a dispenser assembly that is suitable for usage in depositing a 
coating on a prosthesis. 

Figures 3B and 3C illustrate examples of a nozzle of a dispenser assembly. 

Figures 3D and 3E illustrate examples of a dispenser assembly having a delivery control 

system. 

Figure 3F illustrates a dispenser assembly having motion capabilities. 
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Figure 3G illustrates a dispenser assembly having a delivery control system as well as 
motion capabilities. 

Figure 4A illustrates an exemplary feedback system that is suitable for usage in 
controlling the dispenser assembly. 

5 Figure 4B illustrates a feedback system capable of controlling the motion of a dispenser 

assembly. 

Figure 4C illustrates a feedback system capable of controlling delivery of the 
composition from a dispenser assembly. 

5 Figure 4D illustrates a feedback system capable of controlling the motion of a holder 

1^:^10 assembly. 

W Figures 5 A and 5B illustrate examples of a heating assembly suitable for usage in drying 

or curing a coating on a prosthesis. 

y Figures 5C, 5D, and 5E illustrate examples of a heating assembly havmg motion 

UJ capabilities. 

^ 15 Figmre 6 A illustrates a magnified view of a surface of a prosthesis in relation to a nozzle 

of a dispenser assembly containing a composition. 

Figure 6B illustrates a dispenser assembly having a nozzle positioned at a 90° angle 6i 
with respect to the prosthesis during deposition. 

Figure 6C illustrates a dispenser assembly having a nozzle positioned at an angle O2 that 
20 is less than 90° with respect to the prosthesis during deposition. 

Figure 7A and 7B illustrate the application of the composition to a surface of a prosthesis. 

Figure 8A illustrates a strut having a coating that completely covers a surface. 

Figure 8B illustrates a strut having a continuous stream of coating that is in a straight 

line. 



-6- 



f. 



5 



634938 vl 

Figure 8C illustrates a strut having a continuous stream of coating that is in an angular 

line. 

Figure 8D illustrates a strut having a continuous stream of coating that is formed in a 
curved line. 

5 Figure 8E illustrates a strut having an intermittent pattern of coating that is in a straight 

hne. 

Figure 8F illustrates an example of a strut having an intermittent pattern of coating that is 
applied in an angular line. 

Figure 8G illustrates an example of a strut having an intermittent pattern of coating that is 
1 0 applied in a curved line. 

y Figure 8H illustrates a strut having an intermittent pattern of coating which includes 

^ beads. 

Figure 81 illustrates a strut having an intermittent pattern of coating which includes beads 
m and straight line streams. 

15 Figures 9A and 9B illustrate the application of the composition into a channel within a 

n strut. 

Figure lOA illustrates a strut having a coating that completely fills a channel within the 

strut. 

Figure lOB illustrates a strut having a continuous stream of coating that is in a straight 
20 line in a channel within the strut. 

Figure IOC illustrates an example of a strut having a continuous stream of coating that is 
applied in an angular line in a channel within the strut. 

Figure lOD illustrates an example of a strut having a continuous stream of coating that is 
applied in a curved line in a channel within the strut. 
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Figure lOE illustrates a strut having an intermittent pattern of coating that is in a straight 
line in a channel within the strut. 

Figure lOF illustrates a strut having an intermittent pattern of coating that is applied in an 
angular line in a channel within the strut. 

5 Figure lOG illustrates a strut having an intermittent pattern of coating that is applied in a 

ciuved line in a channel within the strut. 

Figure lOH illustrates a strut having an intermittent pattern of coating that includes beads 
in a channel within the strut. 

O Figure 101 illustrates a strut having an intermittent pattern of coating that includes beads 

01 1 0 and straight line streams in a channel within the strut. 

Figures I lA and 1 IB illustrate application of the composition into cavities within a strut. 

Figure 12A illustrates a strut having a pattern of coating in which each cavity is filled. 

fiS Figure 12B illustrates a strut having a pattern of coating in which each cavity is partially 

W filled. 

□ 15 Figure 12C illustrates a strut having a pattern of coating in which some but not all 

cavities are filled. 

Figure 12D illustrates a strut having a pattern of coating in which some but not all 
cavities are partially filled. 

Figure 13A illustrates a strut having a coating pattern in which a first coating does not 
20 make contact with a second coating. 

Figures 13B and 13C illustrate examples of a strut having a coating pattern in which a 
first coating makes contact with a second coating. 

Figure 13D illustrates a strut having a coating pattern in which a first coating and a 
second coating are within a channel of the strut. 
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Figure 13E illustrates a strut having a coating pattern in which a first coating is within a 
channel of the strut and a second coating is outside the channel of the strut. 

Figure 13F illustrates a prosthesis having a coating pattern in which cavities having a first 
coating therein are in the same region of the struts as cavities having a second coating therein. 

Figure 13G illustrates a prosthesis having a coating pattern in which cavities having a 
first coating therein are located in a first strut of the prosthesis and cavities having a second 
coating therein are located in a different strut of the prosthesis. 

Figure 13H illustrates a prosthesis having a coating pattern in which cavities having a 
first coating therein are located in the arms of the struts and cavities having a second coating 
therein are located in the links of the struts. 

Figures 14A and 14B illustrate the coating of a strut with a first coating and a second 
coating that covers at least a portion of the first coating. 

Figures 14C and 14D illustrate the coating of a strut with a first coating within a channel 
and a second coating that covers at least a portion of the first coating within the channel. 

Figures 14E and 14F illustrate the coating of a strut with a first coating within a cavity 
and a second coating that covers at least a portion of the first coating within the cavity. 

Figures 15 A, 15B, and, 15C illustrate the redistribution of the composition along a 
portion of the prosthesis. 

Figure 1 5D illustrates a portion of a prosthesis upon which the composition has been 
redistributed. 

Figures 16A and 16B illustrate redistribution of the composition along the prosthesis. 
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DETAILED DESCRIPTION OF THE EMBODIMENTS 

Apparatus for Depositing a Composition onto a Prosthesis 

Referring now to the drawings, wherein similar parts are identified by like reference 
numerals. Figure 1 illustrates the various components which may be involved in the deposition 
5 of a composition 10 onto a surface of a prosthesis 12 in accordance with an aspect of the present 
invention. A broken line between two components in Figure 1 represents an optional coupling 
which is present in some, but not all, embodiments of the deposition method. Prosthesis 12 is 
supported in a holder assembly 14 which maybe coupled to a holder motion control system 16 
through a holder driving component 18. Holder motion control system 1 6 is in communication 
1 0 with CPU 20. A dispenser assembly 22 includes a reservoir 24 and a nozzle 26 having an orifice 
28. Dispenser assembly 22 may be coupled to a delivery control system 30 which can be in 
fi% communication with CPU 20. Dispenser assembly 22 may also be coupled to a dispenser motion 

control system 32 through a dispenser driving component 34. Dispenser motion control system 
fflj 32 is in communication with CPU 20. 

'^^ 15 Prosthesis 12 may be any suitable prosthesis, examples of which include self-expandable 

Vfl stents and balloon-expandable stents. Prosthesis 12 can be in an expanded or unexpanded state 
U during processing according to the disclosed method. The underlying structure of prosthesis 12 

j| can be virtually of any design. Prosthesis 12 can be made of a metallic material or an alloy such 

as, but not limited to, stainless steel, "MP35N," "MP20N," elastinite (Nitinol), tantalum, nickel- 
20 titanium alloy, platinum-iridium alloy, gold, magnesium, or combinations thereof. "MP35N" 

and "MP20N'' are trade names for alloys of cobalt, nickel, chromium and molybdenum available 
fi-om standard Press Steel Co., Jenkintown, PA. "MP35N" consists of 35% cobalt, 35% nickel, 
20% chromium, and 10% molybdenum. "MP20N" consists of 50% cobah, 20% nickel, 20%^ 
chromium, and 10% molybdenum. Prosthesis 12 made fi*om bioabsorbable or biostable 
25 polymers could also be used with composition 10. A polymeric prosthesis 12 should be 

compatible with composition 10. Further, in some embodiments, prosthesis 12 may include one 
or more channels and/or cavities formed therein. 

In one embodiment, prosthesis 12 is a stent which includes a single cavity, or a plurality 
of cavities, formed therein. A cavity, which may also be referred to as a pore or a depot, may be 
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formed as a laser trench on a stent by exposing the surface to an energy discharge from a laser, 
such as an excimer laser. Alternative methods of forming such cavities include, but are not 
limited to, physical and chemical etching techniques. Techniques of laser fabrication or etching 
to form cavities are well-known to one of ordinary skill in the art. Cavities can be formed in 
5 virtually any stent structure. Cavities are formed by a manufacturer at any preselected location 
and have any preselected depth, size, and geometrical configuration. The location of a cavity or 
cavities within a stent varies according to intended usage and application. The depth and size of 
a cavity typically depend on the material and dimensions of the stent and the type and amount of 
substances deposited within the cavity as well as on the clinical purpose and usage of the stent. 
10 The depth and size of the individual cavities formed on a single stent can vary relative to one 
another. Cavities may be formed in a variety of selected geometrical shapes including, but not 
limited to, generally cylindrical shapes, generally conical shapes, and elongated trenches. 

El As shown in Figure 2 A, holder assembly 14 is used to support the above-described 

prosthesis 12 during deposition. A suitable holder assembly 14 allows access to the entire top 
15 surface, i.e., tissue-contacting surface, of prosthesis 12 while holding prosthesis 12 securely and 

'""■'4 

s without damaging prosthesis 12. In addition, a suitable holder assembly 14 is capable of being 

coupled to and controlled by holder motion control system 16, for example holder assembly 14 
illustrated in Figure 2B. 

p Holder motion control system 16 may be any suitable holder motion control system 16 

20 coupled to holder assembly 14 through holder driving component 1 8 and communicating with 
CPU 20. Holder motion control system 16 controls the motion of holder assembly 14 in 
response to commands from CPU 20. Holder motion control system 16 should have the 
capability of maneuvering holder driving component 18 in the x, y, and z directions as well as 
providing rotational motion as indicated by arrow 36. Holder motion control system 16 should 
25 have the capabilities of moving holder driving component 18 from a stopped position at intervals 
of less than 0.001 inch. Additionally, holder motion control system 16 should be capable of 
terminating the motion of holder driving component 18 at less than 0.001 inch from the position 
at which a termination signal from CPU 20 is received. Holder motion control system 16 must 
also be capable of following a given pattern on prosthesis 12 as selected by the user via CPU 20. 
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Dispenser assembly 22 is used for a controlled delivery and deposition of composition 10 
on prosthesis 12. As shown in Figure 3 A, dispenser assembly 22 can be a simple device 
consisting only of reservoir 24 which holds composition 10 prior to delivery and nozzle 26 
having orifice 28 through which composition 10 is delivered. One exemplary type of dispenser 
5 assembly 22 can be an ink-jet printhead. Another exemplary type of dispenser assembly 22 can 
be a microinjector capable of injecting small volumes ranging from about 2 to about 70 nL, such 
as NanoLiter 2000 available from World Precision Instruments or Pneumatic PicoPumps PV830 
with Micropipette available from Cell Technology System. Such microinjection syringes may be 
employed in conjunction with a microscope of suitable design. 

10 Nozzle 26 may be permanently affixed to reservoir 24, removable, or disposable. Nozzle 

g 26 may be of any suitable material including, but not limited to, glass, metal, sapphire, and 

III plastics. Particular care should be taken to ensure that a glass nozzle 26 does not make contact 

f J with prosthesis 12 upon deposition of composition 10 to avoid nozzle 26 breakage. Particular 

yJ care should also be taken to ensxu-e that a plastic nozzle 26 is compatible with components of 

%j 15 composition 10. Nozzle 26 may be of any suitable design including, but not limited to the 

1^ designs of Figures 3B and 3C. Nozzle 26 depicted in Figure 3C may be particularly useful for 

HI applications in which lifting of a final droplet 38 of composition 10 is undesirable, as the 

U depicted design of nozzle 26 allows the capture of final droplet 38 within orifice 28. In addition, 

y dispenser assembly 22 may include more than one nozzle 26. 

20 Orifice 28 of nozzle 26 can range in diameter from about 0.5 |am to about 1 50 |xm. The 

particular size of orifice 28 depends on factors such as the constituents of composition 10, the 
viscosity of composition 10 to be applied, the deposition pattern that is desired, and the type of 
prosthesis 12 employed. For example, a larger orifice 28 may be utilized for application of 
composition 10 to the entire outer surface of prosthesis 12 than the orifice 28 for the application 

25 of composition 10 into discrete channels or cavities within prosthesis 12. 

Delivery of composition 10 using dispenser assembly 22 can be achieved either passively 
or actively. Delivery can be achieved passively via capillary action. Alternatively, delivery can 
be achieved actively by applying a pressure p to composition 10 in reservoir 24 as depicted in 
Figure 3 A. Air pressure may be employed to apply pressure p. Continuous air pressure is 
30 applied if deposition of a continuous stream of composition 10 is desired. Bursts of air pressure 
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can be employed if an intermittent deposition pattern of composition 10 is desired. Active 
delivery may also be achieved via acoustic, ultrasonic, fluid, or any other forms of pressure 
known and available to one of ordinary skill in the art. 

In one embodiment, delivery control system 30 is coupled to dispenser assembly 22 as 
5 depicted in Figure 3D. Operating parameters such as the timing, volume, and speed of both 

filling and delivery as well as the pressure applied may be controlled via delivery control system 
30. Operation of delivery control system 30 may be accomplished manually by the user. 
Alternatively, operation of delivery control system 30 may be accomplished via CPU 20 in 
communication with delivery control system 30 as shown in Figure 3E. 

10 In another embodiment, dispenser motion control system 32 provides dispenser assembly 

13 22 with the capability of motion as shown in Figure 3F. Dispenser motion control system 32 

may be any suitable dispenser motion control system 32 coupled to dispenser assembly 22 
if through dispenser driving component 34 and conmiunicating with CPU 20. Dispenser motion 
Ij control system 32 controls the motion of dispenser assembly 22 in response to commands from 
~ 15 CPU 20. Dispenser motion control system 32 should have the capability of maneuvering 
3 dispenser driving component 34 in the x, y, and z directions as well as providing rotational 
j motion as indicated by arrow 40. Dispenser motion control system 32 should have the 
I capabilities of moving dispenser driving component 34 from a stopped position at intervals of 
1 less than 0.001 inch. Additionally, dispenser motion control system 32 should be capable of 
20 terminating the motion of dispenser driving component 34 at less than 0.001 inch, from the 
position at which a termination signal from CPU 20 is received. Dispenser motion control 
system 32 must also be capable of following a given pattern on prosthesis 12 as selected by the 
user via CPU 20. 

In another embodiment depicted in Figure 3G, dispenser assembly 22 is coupled to both 
25 delivery control system 30 and dispenser motion control system 32. Thus in this embodiment, 
dispenser assembly 22 is capable of precise filling and delivery as well as motion in the x, y, and 
z directions and rotation in the direction of arrow 40. 

In some embodiments of the invention, a feedback system 42 directs the deposition 
pattern of composition 10 onto prosthesis 12. Figure 4A illustrates an exemplary feedback 
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system 42. Feedback system 42 includes a video camera 44 and a lens system 46 as well as 
frame grabber hardware 48 and vision software 50 within CPU 20. 

Video camera 44 may be a standard charge coupled device (CCD) video camera. Video 
camera 44 should be of high quahty. Lens system 46 is typically a set of high quality 
magnifying video camera lenses having a magnification of at least Ix, usefully in the range from 
about 3x to about 25x. Lens system 46 may have set optics or utilize a zoom lens. A zoom lens 
is particularly usefiil in applications in which a single lens system 46 is used to view images of 
varying sizes. 

Frame grabber hardware 48 may be a PCI (peripheral channel interface) card. Suitable 
frame grabber hardware 48 should be capable of at least 256 discrete gray levels. Further, frame 
grabber hardware 48 should be capable of single frame acquisition as well as up to about 30 
frames/second real time acquisition. 

Vision software 50 may be Active X technology which allows vision programming 
across a Windows NT platform. Active X tools which may be used in the present invention 
include, but are not limited to, line caliper tools which measure width, edge tools which locate 
edges, image calculator tools which determine the difference between multiple images, and blob 
analysis tools which measure, quantitate and compare irregular shapes. Suitable vision software 
50 should be compatible with Visual Basic or C++. Representative examples of suitable vision 
software 50 include XCaliper by FSI Automation, formerly by Optimus Corporation, and 
Cognex by Cognex Corporation. 

Li operation, video camera 44 and lens system 46 capture an image in real time. The 
captured image may be of, for example, an individual strut, a particular characteristic of a 
prosthesis, a unique pattern on a prosthesis, or the position of a nozzle relative to a particular 
location on a prosthesis. Frame grabber hardware 48 accepts the captured image either as a 
moving video or as a single, still frame and places the video or frame into a format which can be 
utilized by vision software 50. Vision software 50 measures, adjusts, and otherwise 
characterizes the image and converts the data into a form that can be sent as feedback to and 
understood by, for example, delivery control system 30, holder motion control system 16, or 
dispenser motion control system 32. 
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In one embodiment, feedback system 42 controls the deposition pattern of composition 
10 on prosthesis 12 by controlling the motion of dispenser assembly 22. hi this embodiment, 
feedback system 42 can assess the relative locations of nozzle 26 of dispenser assembly 22 as 
well as of particular features of prosthesis 12 and provide feedback via CPU 20 to dispenser 
motion control system 32 which directs the motion of dispenser assembly 22, as depicted in 
Figure 4B. 

In an alternative embodiment, feedback system 42 controls the deposition pattern of 
composition 10 on prosthesis 12 by controlling the delivery of composition 10 from dispenser 
assembly 22. In this embodiment, feedback system 42 can assess the relative locations of nozzle 
26 of dispenser assembly 22 as well as of particular features of prosthesis 12 and provide 
feedback via CPU 20 to delivery control system 30 which directs the deUvery of composition 10 
from dispenser assembly 22 onto prosthesis 12, as depicted in Figure 4C. 

In still mother embodiment, feedback system 42 controls the deposition pattern of 
composition 10 onto prosthesis 12 by providing feedback via CPU 20 to holder motion control 
system 16 which directs the motion of holder assembly 14 supporting prosthesis 12, as depicted 
in Figure 4D. 

In some embodiments, a heating assembly 52 is used for controlled drying and/or curing 
of a coating on prosthesis 12. As shown in Figure 5 A, heating assembly 52 can be a device 
including a heat conduit 54, a heating nozzle 56 having an orifice 58 through which heat is 
delivered, and a heating control system 60. 

Heat conduit 54 delivers heat from heating control system 60 to heating nozzle 56. Heat 
conduit 54 may be permanently affixed to heating control system 60 or removable. Heat conduit 
54 may be of any suitable material including, but not limited to, metal, glass, and high- 
temperature plastic. Particular care should be taken to ensure that the material of which heat 
conduit 54 is made is heat-resistant. 

Heating nozzle 56 may be permanently affixed to heat conduit 54, removable, or 
disposable. Heating nozzle 56 may be of any suitable material including, but not limited to, 
metal, glass, and high-temperature plastic. Particular care should be taken to ensure that a glass 
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heating nozzle 56 does not make contact with prosthesis 12 upon heating to avoid heating nozzle 
56 breakage. Particular care should also be taken to ensure that heating nozzle 56 is heat- 
resistant. Li addition, heating nozzle 56 may be of any suitable shape or design. 

Orifice 58 of heating nozzle 56 can range in diameter from about 50|am to about 300|im. 
The particular size of orifice 58 depends on factors such as the geometries of the struts as well as 
the geometries of the channels and/or cavities within the struts. For example, a larger orifice 58 
may be utilized for application of heat to the entire outer surface of prosthesis 12 than the orifice 
58 for the application of heat over discrete channels or cavities within prosthesis 12. 

Heating control system 60 may fimction as both a heat source and a controller of 
operating parameters such as the timing and temperature of heating. Operation of heating 
control system 60 may be accomplished manually by the user. Alternatively, operation of 
heating control system 60 may be accomplished via CPU 20 in commimication with heating 
control system 60 as shown in Figure 5B. In another embodiment, heating control system 60 is 
contained within delivery control system 30 described above, such that both the deposition and 
the heating of a composition is controlled by a single component. 

In some embodiments, heat conduit 54 and thus heating nozzle 56 have automated 
motion capabilities. In one such embodiment, heating control system 60 provides heat conduit 
54 and heating nozzle 56 with the capability of motion, as shown in Figure 5C. Through a heater 
driving component 62, heat conduit 54 and heating nozzle 56 may be capable of motion in the x, 
y, and z directions and rotation in the direction of arrow 64 and may also be capable of following 
a given pattem on prosthesis 12 as selected by the user. 

In an alternative embodiment depicted in Figure 5D, a separate heating motion control 
system 66 provides heat conduit 54, and thus heating nozzle 56, with the capability of motion. 
Heating motion control system 66 may be any suitable heating motion control system 66 coupled 
to heating assembly 52 through heater driving component 62. Heating motion control system 66 
may be in communication with CPU 20, such that heating motion control system 66 controls the 
motion of heat conduit 54 and heating nozzle 56 in response to commands from CPU 20 as 
shown in Figure 5E. In such embodiments, heat conduit 54 and heating nozzle 56 may be 
capable of motion in the x, y, and z directions and rotation in the direction of arrow 40 and may 
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also be capable of following a given pattern on prosthesis 12 as selected by the user. In still 
another embodiment, heating motion control system 66 is contained within dispenser motion 
control system 32 described above, such that the motions of both dispenser assembly 22 and 
heating assembly 52 are controlled by a single component. 

hi yet another embodiment, feedback system 42 directs the application of heat by heating 
assembly 52 to composition 10 along the preselected geometrical pattern in which composition 
10 was deposited. 

Composition 

Composition 10 to be deposited onto prosthesis 12 is prepared by conventional methods 
wherein all components are combined and blended. More particularly, in accordance with one 
example, a predetermined amount of a polymer is added to a predetermined amount of a solvent. 
The addition of polymer may be conducted at ambient pressure and under anhydrous 
atmosphere. If necessary, gentle heating and stirring and/or mixing can be employed to effect 
dissolution of the polymer into the solvent, for example about 12 hours in a water bath at about 
60*^ C. The term polymer is intended to include a product of a polymerization reaction inclusive 
of homopolymers, copolymers, terpolymers, etc., whether natural or synthetic, including random, 
alternating, block, graft, crosslinked, blends, compositions of blends and variations thereof. The 
polymer may be in true solution or saturated in the blended composition. The polymer may also 
be suspended as particles or supersaturated in the composition. In applications using nozzle 26 
having a small diameter orifice 28 for applying composition 10 to prosthesis 12, small polymer 
particles are to be suspended. Large coagulated polymeric particles, for example larger than the 
diameter of orifice 28, can clog nozzle 26. Supersaturation of the polymer can adversely affect 
the flow of composition 10 through nozzle 26 having a small diameter orifice 28 which can 
result in non-uniformity of the coating on prosthesis 12. 

The polymer should be biocompatible, for example a polymeric material which, in the 
amounts employed, is non-toxic and chemically inert as well as substantially non-immunogenic 
and non-inflammatory. Suitable polymeric materials can include, but are not limited to, 
polycaprolactone (PCL), poly-D,L*lactic acid (DL-PLA), poly-L-lactic acid (L-PLA), 
poly(lactide-co-glycohde), poly(hydroxybutyrate), poly(hydroxybutyrate-co-valerate), 
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polydioxanone, polyorthoester, polyanhydride, poly(glycolic acid), poly(glycolic acid- 
cotrimethylene carbonate), polyphosphoester, polyphosphoester urethane, poly (amino acids), 
cyanoacrylates, poly(trimethylene carbonate), poly(iminocarbonate), copoly(ether-esters), 
polyalkylene oxalates, polyphosphazenes, polyiminocarbonates, and aliphatic polycarbonates, 
5 fibrin, fibrinogen, cellulose, starch, collagen, Parylene®, Parylast®, polyurethane, polyethylene, 
polyethylene teraphthalate, ethylene vinyl acetate, ethylene vinyl alcohol, silicone, polyethylene 
oxide, polybutylene terepthalate (PBT)-co-PEG, PCL-co-PEG, PLA-co-PEG, polyacrylates, 
polyoxaesters, polyvinyl pyrrolidone (PVP), polyacrylamide (PAAm), and combinations thereof. 

The solvent can be any single solvent or a combination of solvents capable of dissolving 
10 the polymer. The particuto solvent or combination of solvents selected is dependent on factors 
such as the material from which prosthesis 12 is made and the particular polymer selected. 
% Representative examples of suitable solvents include aliphatic hydrocarbons, aromatic 
1 hydrocarbons, alcohols, ketones, dimethyl sulfoxide (DMSO), tetrahydrofuran (THF), 
:j dihydrofuran (DHF), dimethylacetamide (DMAC), acetates and combinations thereof 

15 Typically, the polymer can include from about 0.1% to about 25% by weight of the total 

3 weight of composition 10. Typically, the solvent can include from about 75% to about 99.9% by 
[ J weight of the total weight of composition 1 0. A specific weight ratio is dependent on factors 

such as the material from which prosthesis 12 is made, the geometrical structure of prosthesis 12, 
the particular polymer or combination of polymers selected, the particular solvent or 
20 combination of solvents selected, and the solubility of the selected polymer(s) in the selected 
solvent(s). 

In accordance with another embodiment, sufficient amounts of a therapeutic substance or 
a combination of substances are dispersed in the blended composition of the polymer and the 
solvent. In this embodiment, the polymer can include from about 0.1% to about 25% by weight 

25 of the total weight of composition 10, the solvent can include from about 49.9% to about 99.8% 
by weight of the total weight of composition, and the therapeutic substance can include from 
about 0.1% to about 50% by weight of the total weight of composition 10. Selection of a 
specific weight ratio of the polymer and the solvent is dependent on factors such as the material 
from which prosthesis 12 is made, the geometrical structure of prosthesis 12, the particular 

30 polymer or combination of polymers selected, the particular solvent or combination of solvents 
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selected, the solubility of the selected polymer(s) in the selected solvent(s), and the type and 
amount of therapeutic substance employed. 

The particular weight percentage of a therapeutic substance mixed within composition 10 
depends on factors such as the type of therapeutic substance selected, the solubility of the 
5 selected therapeutic substance, the duration of the release, the cumulative amount of release, and 
the release rate that is desired. The therapeutic substance should be in true solution, saturated, 
supersaturated, or in fine, suspended particles in the blended composition 10. If the therapeutic 
substance is not completely soluble in composition 10, operations including gentle heating, 
mixing, stirring, and/or agitation can be employed to effect homogeneity of the residues. In 
10 applications using nozzle 26 having a small diameter orifice 28 through which composition 10 is 
applied to prosthesis 12, the therapeutic substance is to be suspended in small particles. Large 
Jtj coagulated therapeutic particles, for example larger than the diameter of orifice 28, clog nozzle 
01 26. Supersaturation of the therapeutic substance can adversely affect the flow of composition 10 
through nozzle 26 having a small diameter orifice 28 which can result in non-uniformity of the 
15 coating on prosthesis 12. 

p Exposure of composition 10 to the therapeutic substance is not permitted to adversely 

Z\ alter the therapeutic substance's composition or characteristic. Accordingly, the particular 

therapeutic substance is selected for mutual compatibility with composition 10. Therapeutic 
p substances or agents may include, but are not limited to, antineoplastic, antimitotic, 

20 antiinflammatory, antiplatelet, anticoagulant, antifibrin, antithrombin, antiproliferative, 

antibiotic, antioxidant, and antiallergic substances as well as combinations thereof Examples of 
such antineoplastics and/or antimitotics include paclitaxel (e.g. TAXOL® by Bristol-Myers 
Squibb Co., Stamford, Conn.), docetaxel (e.g. Taxotere®, firom Aventis S.A., Frankfurt, 
Germany) methotrexate, azathioprine, vincristine, vinblastine, fluorouracil, doxorubicin 
25 hydrochloride (e.g. Adriamycin® from Pharmacia & Upjohn, Peapack N.J.), and mitomycin (e.g. 
Mutamycin® from Bristol-Myers Squibb Co., Stamford, Conn.) Examples of such antiplatelets, 
anticoagulants, antifibrin, and antithrombins include sodium heparin, low molecular weight 
heparins, heparinoids, hirudin, argatroban, forskoHn, vapiprost, prostacyclin and prostacyclin 
analogues, dextran, D-phe-pro-arg-chloromethylketone (synthetic antithrombin), dipyridamole, 
30 glycoprotein Ilb/IIIa platelet membrane receptor antagonist antibody, recombinant hirudin, and 
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thrombin inhibitors such as Angiomax (Biogen, Inc., Cambridge, Mass.) Examples of such 
cytostatic or antiproliferative agents include angiopeptin, angiotensin converting enzyme 
inhibitors such as captopril (e.g, Capoten® and Capozide® from Bristol-Myers Squibb Co., 
Stamford, Conn.), cilazapril or lisinopril (e.g. Prinivil® and Prinzide® from Merck & Co., Lie, 
5 Whitehouse Station, NJ); calcium channel blockers (such as nifedipine), colchicine, fibroblast 
growth factor (FGF) antagonists, fish oil (omega 3-fatty acid), histamine antagonists, lovastatin 
(an inhibitor of HMG-CoA reductase, a cholesterol lowering drug, brand name Mevacor from 
Merck & Co., Inc., Whitehouse Station, NJ), monoclonal antibodies (such as those specific for 
Platelet-Derived Growth Factor (PDGF) receptors), nitroprusside, phosphodiesterase inhibitors, 
10 prostaglandin inhibitors, suramin, serotonin blockers, steroids, thioprotease inhibitors, 

triazolopyrimidine (a PDGF antagonist), and nitric oxide. An example of an antiallergic agent is 
permirolast potassium. Other therapeutic substances or agents which may be appropriate include 
Z; alpha-interferon, genetically engineered epithelial cells, and dexamethasone. While the 
yj foregoing therapeutic substances or agents are well known for their preventative and treatment 
St 1 5 properties, the substances or agents are provided by way of example and are not meant to be 
'^'i limiting. Other therapeutic substances which are currently available or may be developed are 
p equally applicable for use with the present invention. The treatment of patients using the above 
Ti mentioned medicines is well known to those of ordinary skill in the art. 

O hi another embodiment, composition 10 is a polymer or combination of polymers without 

20 a solvent. Because polymers are typically in solid form at room temperature, composition 10 
may be heated prior to deposition onto prosthesis 12, Composition 10 may also include a 
therapeutic substance. In embodiments including a therapeutic substance as well as polymeric 
material, the polymer can include from about 50% to about 99.9% by weight of the total weight 
of composition 10 and the therapeutic substance can include from about 0.1% to about 50% by 
25 weight of the total weight of composition 10. Selection of a specific weight ratio is dependent on 
factors such as the material from which prosthesis 12 is made, the geometrical structure of 
prosthesis 12, and the particular polymer or combination of polymers selected as well as the type 
and amount of therapeutic substance employed, the duration of the release, the cumulative 
amount of the release, and the release rate that is desired. Exposure of composition 10 to the 
30 therapeutic substance is not permitted to adversely alter the therapeutic substance's composition 
or characteristic. Accordingly, the particular therapeutic substance is selected for compatibility 
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with the polymer. In addition, heat applied to composition 1 0, such as heat employed to liquify 
an otherwise solid polymer prior to deposition onto prosthesis 12, may not adversely alter the 
therapeutic substance's composition or characteristic. 

hi still another embodiment, composition 10 constitutes a monomer or combination of 
5 monomers. Composition 10 may also include a solvent. Following application of composition 
10 to prosthesis 12, the monomeric composition 10 is cured to form a polymeric coating. Curing 
may be accomplished photochemically using ultraviolet or visible irradiation and a 
photoinitiator, thermally, or by moisture curing at room temperature. The practice of these and 
other suitable curing procedures are well known to one of ordinary skill in the art. hi 
10 embodiments including a solvent as well as monomeric material^ the monomer constitutes from 
p about 0.1% to about 50% by weight of the total weight of composition 10 and the solvent 

constitutes from about 50% to about 99.9% by weight of the total weight of composition 10. 
ffl Composition 10 may also include a therapeutic substance, hi embodiments including a monomer 
y and a therapeutic substance but no solvent, the monomer can include from about 50% to about 

15 99.9% by weight of the total weight of composition 10 and the therapeutic substance can include 
^ from about 0.1% to about 50% by weight of the total weight of composition 10. hi embodiments 

m including a solvent as well as monomeric material and a therapeutic substance, the monomer 

f f constitutes from about 0.1% to about 49.9% by weight of the total weight of the composition, the 
C3 solvent constitutes from about 49.9% to about 99.8% by weight of the total weight of said 

20 composition, and the therapeutic substance constitutes from about 0.1% to about 50% by weight 
of the total weight of the composition. Selection of a specific weight ratio is dependent on 
factors such as the material from which prosthesis 12 is made, the geometrical structure of 
prosthesis 12, and the particular monomer or combination of monomers selected as well as the 
type and amount of therapeutic substance employed, the duration of the release, the cumulative 
25 amoimt of the release, and the release rate that is desired. Exposure of composition 10 to the 

therapeutic substance is not permitted to adversely alter the therapeutic substance's composition 
or characteristic. Accordingly, the particular therapeutic substance is selected for compatibility 
with the monomer, hi addition, curing the monomer may not adversely alter the therapeutic 
substance's composition or characteristic. 
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In another embodiment, composition 10 includes a therapeutic substance without a 
polymer. Composition 10 may also include a solvent, ha embodiments including a solvent as 
well as a therapeutic substance, the solvent can include from about 50% to about 99.9% by 
weight of the total weight of composition 10 and the therapeutic substance can include from 
about 0.1% to about 50% by weight of the total weight of composition 10. Selection of a 
specific weight ratio is dependent on factors such as the material from which prosthesis 12 is 
made^ the geometrical structure of prosthesis 12, and the particular solvent or combination of 
solvents selected as well as the type and amount of therapeutic substance employed, the duration 
of the release, the cumulative amount of the release, and the release rate that is desired. 
Exposure of the solvent to the therapeutic substance is not permitted to adversely alter the 
substance's composition or characteristic. Accordingly, the particular therapeutic substance is 
selected for compatibiUty with the solvent. 

A Method For Coating a Prosthesis 

To form a coating onto a surface of prosthesis 12, the surface of prosthesis 12 should be 
clean and free from contaminants that may be introduced during manufacturing. However, the 
surface of prosthesis 12 requires no particular surface treatment to retain the applied coating. 

In one set of embodiments, holder assembly 14 moves along a predetermined path while 
dispenser assembly 22 remains stationary during deposition of composition 10. In these 
embodiments, nozzle 26 of dispenser assembly 22 is positioned at a load position over, or in 
contact with, a strut 68 of prosthesis 12 as shown in Figure 6 A. As composition 10 is deposited, 
dispenser assembly 22 remains stationary while prosthesis 12 in holder assembly 14 is moved via 
holder motion control system 16 along a pre-determined path beneath the stationary nozzle 26, 
thereby causing composition 10 to be deposited in a preselected geometrical pattern on 
prosthesis 12. 

In another set of embodiments, dispenser assembly 22 moves along a predetermined path 
while holder assembly 14 remains stationary dixring deposition of composition 10. In such 
embodiments, nozzle 26 of dispenser assembly 22 is positioned at a load position over, or in 
contact with, strut 68 of prosthesis 12 as shown in Figure 6A. As composition 10 is deposited, 
holder assembly 14 remains stationary while dispenser assembly 22 is moved via dispenser 
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motion control system 32 along a pre-determined path around the stationary prosthesis 12, 
thereby causing the composition 10 to be deposited in a preselected geometrical pattern on 
prosthesis 12. 

In still another set of embodiments, both dispenser assembly 22 and holder assembly 14 
move along respective predetermined paths during deposition of composition 10. By example 
and not limitation, dispenser assembly 22 may move in the y, and z directions while holder 
assembly 14 may move rotationally. In these embodiments, nozzle 26 of dispenser assembly 22 
is positioned at a load position over, or in contact with, strut 68 of prosthesis 12 as shown in 
Figure 6 A. As composition 10 is deposited, holder assembly 14 is moved via holder motion 
control system 16 along a pre-determined path while dispenser assembly 22 is moved via 
dispenser motion control system 32 along another pre-determined path, thereby causing 
composition 10 to be deposited in a preselected geometrical pattern on prosthesis 12. 

As depicted in Figure 6B, nozzle 26 may be positioned at an angle 6i of about 90° with 
respect to prosthesis 12 during deposition of composition 10. Alternatively, nozzle 26 may be 
positioned at an angle 02 of less than 90° with respect to prosthesis 12 during deposition of 
composition 10 as depicted in Figure 6C. 

Composition 10 may be appKed along struts 68 of prosthesis 12 in a variety of deposition 
patterns and having a variety of thicknesses. Figures 7A-7B illustrate the deposition of 
composition 10 along a surface 70 having a surface width Wsur in accordance with one set of 
embodiments of the method. In Figure 7A, nozzle 26 containing composition 10 is positioned 
over, or in contact with, strut 68 of prosthesis 12. In Figure 7B, the deposition of composition 10 
in a preselected geometrical pattern continues along surface 70 of prosthesis 12. When 
deposition onto strut 68 of prosthesis 12 is complete, a continuous stream of composition 10 
having a selected stream width Wgtr may follow at least a portion of surface 70 of prosthesis 12. 
The stream width Wstr may, for example, be equal to or larger than the surface width Wgur such 
that the continuous stream covers surface 70 completely as depicted in Figure 8A. Alternatively, 
the stream width Wstr may be smaller than the surface width Wsur such that the continuous stream 
partially covers a portion of surface 70 in a straight line as depicted in Figure 8B, in an angular 
line as depicted in Figure 8C, or in a curved line as depicted in Figure 8D. The resulting 
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preselected geometrical pattern of composition 10 may be repeated on a single strut 68 or on 
more than one strut 68 of prosthesis 12, 

In an alternative set of embodiments, composition 10 maybe deposited in an intermittent 
pattern along at least a portion of surface 70 of prosthesis 12. Delivery of an intermittent pattern 
may be achieved where delivery is started and stopped at predetermined intervals to yield 
patterns that are in a straight line as depicted in Figure BE, patterns that are in an angular line as 
depicted in Figure 8F, patterns that are in a curved line as depicted in Figure 8G, patterns that 
include at least one bead along surface 70 of prosthesis 12 as depicted in Figure 8H, or 
combinations thereof as depicted in Figure 81. The resulting preselected geometrical pattern of 
composition 10 may be repeated on a single strut 68 or on more than one stmt 68 of prosthesis 
12. 

In another set of embodiments, prosthesis 12 includes a channel 72 having a channel 
width Wchn and extending from a first position 74 to a second position 76 on strut 68 as shown in 
Figures 9A-9B. Jn Figure 9A, nozzle 26 containing composition 10 is positioned over, or in 
contact with, channel 72. Tn Figure 9B, the deposition of composition 10 in a preselected 
geometrical pattern continues at least partially along channel 72. When deposition into channel 
72 is complete, a continuous stream of composition 10 having a selected stream width Wstr may 
fill at least a portion of channel 72. The stream width Wstr may, for example, be equal to or larger 
than channel width Wchn such that channel 72 is filled completely as depicted in Figure lOA. 
Alternatively, the stream width Wstr may be smaller than the channel width Wchn so as to partially 
fill channel 72 with a continuous stream that is substantially in a straight line as depicted in 
Figure lOB, in an angular line as depicted in Figure IOC, or in a curved line as depicted in Figure 
lOD. The resulting preselected geometrical pattern of composition 10 may be repeated on a 
single strut 68 or on more than one strut 68 of prosthesis 12. 

In an alternative set of embodiments, deposition of an intermittent pattern of composition 
10 may be achieved where dehvery is started and stopped at predetermined intervals. Resulting 
patterns at least partially within channel 72 may be in a straight line as depicted in Figure lOE, in 
an angular line as depicted in Figure lOF, in a curved line as depicted in Figure lOG, include at 
least one bead as depicted in Figure lOH, or a combination thereof as depicted in Figure 101. The 
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resulting preselected geometrical pattern of composition 10 may be repeated on a single strut 68 
or on more than one strut 68 of prosthesis 12. 

In still another set of embodiments, composition 10 is applied into cavities 78 within 
surface 70 of prosthesis 12 having a cavity diameter dcav as depicted in Figures 1 1 A-1 IB. In 
Figure 1 1 A, nozzle 26 containing composition 10 is positioned over, or in contact with, cavity 78 
within strut 68 of prosthesis 12. Cavity 78 may be loaded with composition 10 in a preselected 
geometrical pattern such as, but not limited to, a bead having a selected bead diameter dbd. The 
selected bead diameter dbd may be equal to, larger than or smaller than cavity diameter dcav The 
filling process may continue as shown in Figure 1 IB until a preselected number and geometrical 
pattern of cavities 78 within prosthesis 12 have been at least partially filled with composition 10, 
Figure 12A depicts a deposition pattern in which every cavity 78 is completely filled with 
composition 10. Figure 12B depicts a deposition pattern in which every cavity 78 is partially 
filled with composition 10. Alternatively, composition 10 may be deposited in any number of 
patterns in which some, but not all, cavities 78 within prosthesis 12 are at least partially filled, as 
depicted in Figures 12C and 12D. The resulting preselected geometrical pattern of composition 
10 may be repeated on a single strut 68 or on more than one strut 68 of prosthesis 12. 

In some embodiments, prosthesis 12 may be exposed to a drying or curing procedure 
following the deposition of composition 10 onto prosthesis 12. In embodiments in which 
composition 10 includes a solvent, for example, the solvent may be removed from composition 
10 on prosthesis 12 by allowing the solvent to evaporate. The evaporation can be induced by 
heating prosthesis 12 at a predetermined temperature for a predetermined period of time. For 
example, prosthesis 12 can be heated at a temperature of about 60° C to about 70° C for about 2 
hours to about 24 hours. The heating can be conducted in an anhydrous atmosphere and at 
ambient pressure. The heating can be conducted under a vacuum condition. Alternatively, an 
extraction solvent may be employed to remove the solvent from composition 10 on prosthesis 12 
so long as the extraction solvent is mutually compatible with the polymer and with the 
therapeutic substance and does not adversely affect the coating. The use of an extraction solvent 
in this manner is well known to those of ordinary skill in the art who understand that essentially 
all of the solvent will be removed from composition 10 but traces or residues can remain blended 
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with the polymer. Following removal of the solvent, a coating remains on prosthesis 12 or a 
portion thereof. 

In other embodiments, such as, but not limited to, embodiments in which composition 10 
includes a monomer, prosthesis 10 is exposed to a curing procedure following appUcation of 
5 composition 10 to prosthesis 12. Curing may be accomplished photochemically using ultraviolet 
or visible irradiation and a photoinitiator, thermally, or by moisture curing at room temperature. 
The practice of these and other suitable curing procedures are well known to one of ordinary skill 
in the art. Following the curing procedure, a coating remains on prosthesis 12 or a portion 
thereof. 

10 Li still other embodiments in which a drying or curing procedure is used, heating 

5 assembly 52 is employed to facilitate localized heating of composition 10 only in the preselected 
zl geometrical pattern in which composition 10 was deposited, rather than heating of the entire 
Lu prosthesis 12 as in the conventional drying and curing methods described above, hi such 
m embodiments, heating nozzle 56 is positioned directly over the initial area in which composition 
^ 15 10 is to be dried or cured. Heat having a temperature ranging from about 35^C to about lOC'C is 
p then delivered to composition 10 for approximately 0.1 seconds to approximately 5 seconds, 
n The temperature and time should be sufficient to dry or cure composition 10 without degrading 
H the components of composition 10. 

As heat is delivered, heating nozzle 56 may remain stationary while prosthesis 12 in 
20 holder assembly 14 is moved via holder motion control system 1 6 along a pre-determined path 
beneath the stationary heating nozzle 56, thereby causing heat to be delivered following the 
preselected geometrical pattern of the composition on prosthesis 12. Alternatively, holder 
assembly 14 remains stationary while heating nozzle 56 is moved via heating motion control 
system 66 or heating control system 60 along a pre-determined path around the stationary 
25 prosthesis 12, thereby causing heat to be delivered following the preselected geometrical pattern 
of the composition on prosthesis 12. In another embodiment, both heating nozzle 56 and holder 
assembly 14 may move along respective predetermined paths during delivery of heat, thereby 
causing heat to be delivered following the preselected geometrical pattern of the composition on 
prosthesis 12. In still another embodiment, heating nozzle 56 may be moved manually by the 
30 user along a predetermined path during delivery of heat, thereby causing heat to be delivered 
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following the preselected geometrical pattern of the composition on prosthesis 12. Following the 
heating procedure via heating assembly 52, a coating remains on prosthesis 12 or a portion 
thereof. 

Li some embodiments of the method, a second composition 80 can be deposited onto 
5 prosthesis 12 concurrent with or subsequent to the application of composition 10 to prosthesis 
12. Second composition 80 may differ from first composition 10 in the particular polymer(s) or 
monomer(s) selected, the concentration of polymer(s) or monomer(s), the particular therapeutic 
substance(s) selected, the concentration of the therapeutic substance(s), or a combination thereof. 
Second composition 80 may be deposited to avoid contact with composition 10, as depicted in 
10 Figure 13A. Second composition 80 may also be deposited adjacent to composition 10, as 
depicted in Figures 13B and 13C. 

In another embodiment in which second composition 80 is employed, first composition 
10 and second composition 80 are both deposited within a channel 72 of prosthesis 12, as 
depicted in Figure 13D. Alternatively, first composition 10 may be deposited at least partially 
15 within channel 72 of prosthesis 12 while second composition 80 is deposited completely outside 
of channel 72 of prosthesis 12, as depicted in Figure 13E. 

In still other embodiments in which second composition 80 is employed, first 
composition 10 is deposited at least partially within some depots or cavities 78 of prosthesis 12 
while second composition 80 is deposited at least partially within other depots or cavities 78 of 

20 prosthesis 12. First composition 10 may be deposited in depots or cavities 78 located in the same 
region as those depots or cavities 78 having second composition 80 deposited therein, as 
depicted in Figure 13F. Alternatively, first composition 10 may be deposited in depots or 
cavities 78 located in a different region than those depots or cavities 78 having second 
composition 80 deposited therein. By example and not limitation, first composition 10 and 

25 second composition 80 may be deposited in depots or cavities 78 located in different struts 68 of 
prosthesis 12 as depicted in Figure 13G. Alternatively, first composition 10 may be deposited in 
depots or cavities 78 within arms 82 of struts 68 while second composition 80 may be deposited 
in depots or cavities 78 within links 84 of struts 68 as depicted in Figure 13H. 
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In another set of embodiments in which second composition 80 is employed, second 
composition 80 is deposited to at least partially cover first composition 10. In one such 
embodiment, first composition 10 is deposited on prosthesis 12 as shown in Figure 14A. Second 
composition 80 is then deposited to at least partially cover first composition 10 as depicted in 
5 Figure 14B. In an alternative embodiment, first composition 10 is deposited within channel 72 
of prosthesis 12 as shown in Figure 14C, Second composition 80 is then deposited to at least 
partially cover first composition 10 within channel 72 as depicted in Figure 14D. In still another 
embodiment, first composition 10 is deposited within at least one depot or cavity 78 of prosthesis 
12 as shown in Figure 14E. Second composition 80 is then deposited to at least partially cover 
10 first composition 10 within depot or cavity 78 as depicted in Figure 14F. 

In each of the above-described embodiments in which second composition 80 is 
r:f deposited to at least partially cover first composition 10, a drying or curing procedure may be 
01 employed. The drying or curing procedure may be carried out following the deposition of first 
ni composition 10 and prior to the deposition of second composition 80, In other embodiments, the 
^15 drying or curing procedure may be carried out following the deposition of second composition 
;= 80. In still other embodiments, the drying or curing procedure is carried out both after the 

T£ deposition of first composition 10 and after the deposition of second composition 80. In some 
lAj embodiments, first composition 10 and/or second composition 80 is dried or cured using 
Q procedures that are well known to one of ordinary skill in the art, such as those described above. 
^ 20 In an alternative set of embodiments, first composition 10 and/or second composition 80 is dried 
or cured using heating assembly 52 as described above. 

In still other embodiments of the method, composition 10 can be redistributed on 
prosthesis 12 following the application of composition 10 to prosthesis 12 md prior to any 
drying or curing procedure. In the embodiments depicted in Figures 15A-15D, composition 10 

25 can be redistributed along sides 86 of strut 68. Figure 15 A illustrates strut 68 of prosthesis 12 
subsequent to the deposition of composition 10 onto outer surface 88 of strut 68 and prior to the 
removal of solvent firom composition 10. In Figure 15B, composition 10 is beginning to be 
redistributed, as evidenced by the flow of composition 10 fi:*om outer surface 88 onto sides 86. 
Figure 15C illustrates strut 68 on which composition 10 has been redistributed such that 

30 composition 10 coats sides 86 as well as outer surface 88 of strut 68. Alternatively, composition 
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10 can be redistributed such that composition 10 coats sides 86 instead of outer surface 88 upon 
which composition 10 was originally deposited, as depicted in Figure 15D. In this alternative 
embodiment, essentially all of composition 10 will be redistributed from outer surface 88 to sides 
86 but traces or residues can remain on outer surface 88. 

5 In another embodiment, composition 10 can be redistributed along an inner surface 90 of 

prosthesis 12 after composition 10 has been deposited and before the solvent has been removed. 
Figure 16A illustrates prosthesis 12 subsequent to the deposition of composition 10 onto outer 
surface 88. Figure 16B illustrates prosthesis 12 after composition 10 has been redistributed such 
that composition 10 coats inner surface 90 as well as outer surface 88 of prosthesis 12. In still 
1 0 another embodiment not depicted, composition 1 0 can be redistributed along both sides 86 and 
□ inner surface 90 of prosthesis 12 after composition 10 has been deposited and before the solvent 
% has been removed. 

jj Redistribution can be accomplished via various techniques including, but not limited to, 

%i the use of air pressure, centrifugal force, or a second solvent. Composition 10 can be directed 
'^^ 15 from outer surface 88 of prosthesis 12 onto sides 86 and/or inner surface 90 bypassing air across 
J composition 10 on outer surface 88 in bursts or in a steady stream using any method known and 
[l available to one of ordinary skill in the art. Spinning prosthesis 12, such as by centrifugation, 

may cause composition 10 to flow from outer surface 88 onto sides 86 and/or inner surface 90 of 
;i prosthesis 12 through centrifugal force. Application of a low viscosity solvent, for example 0.5 
20 to 50 centipoise, to the composition-covered outer surface 88 of prosthesis 12, can reduce the 

viscosity of composition 10 to readily flow along sides 86 and/or iimer surface 90 of prosthesis 

12. Following redistribution of composition 10, the solvent(s) maybe removed from 

composition 10 as described above to form a coating on prosthesis 12. 

By way of example, and not limitation, the coating formed on prosthesis 12 can have a 
25 thickness of about 0.01 microns to about 20 microns. The particular thickness of the coating is 
dependent on factors such as the desired amount of therapeutic substance, if any, to be 
incorporated into the coating, the desired use of the coating and the type of procedure for which 
prosthesis 12 is employed. 
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Method of Use 

In accordance with the above described methods, therapeutic substances can be appHed to 
a prosthesis, for example a stent, retained on the stent during dehvery and expansion of the stent, 
and released at a desired control rate and for a predetermined duration of time at the site of 
5 implantation. A stent having the above described medicated coating is useful for a variety of 
medical procedures, including, by way of example, treatment of obstructions caused by tumors in 
bile ducts, esophagus, and trachea/bronchi. A stent having the above described medicated 
coating is particularly useful for treating occluded regions of blood vessels caused by formation 
of intimal flaps or torn arterial linings, thrombosis, and restenosis. Stents may be placed in a 
1 0 wide airay of blood vessels, both arteries and veins. Representative examples of sites include the 
iliac, renal, and coronary arteries. 

y Briefly, an angiography is performed to determine the appropriate positioning for stent 

lij therapy. Angiography is typically accomplished by injecting a radiopaque contrasting agent 

SI through a catheter inserted into an artery or vein as an x-ray is taken. A guidewire is advanced 

'' 1 1 5 through the lesion or proposed site of treatment. Over the guidewire is passed a delivery catheter 

O which allows a stent in a collapsed configuration to be inserted into the passageway. The 

f ■ I delivery catheter is inserted either percutmieously or by surgery into the femoral artery, brachial 

H artery, femoral vein, or brachial vein, and advanced into the appropriate blood vessel by steering 

S the catheter through the vascular system under fluoroscopic guidance. A stent having the above 

20 described coating may be expanded at the desired area of treatment. A post insertion angiogram 
may also be utilized to confirm appropriate positioning. 

While particular embodiments of the present invention have been shown and described, it 
will be obvious to those having ordinary skill in the art that changes and modifications can be 
made without departing from this invention in its broader aspects and, therefore, the appended 
25 claims are to encompass within their scope all such changes and modifications as fall within the 
true spirit and scope of this invention. 



-30- 



M-8615US 
634938 vl 



? -iff 



CLAIMS 



What is claimed is: 



1 1 . A prosthesis comprising: 

2 (a) a generally tubular structure; and 

3 (b) a coating deposited on at least an area of a surface of 

4 said generally tubular structure; 

5 wherein said coating has a preselected geometrical pattern. 

1 2. The prosthesis of Claim 1, wherein said surface of said generally 

2 tubular structure has a surface width and wherein said preselected geometrical 

3 pattern is a continuous stream having a selected stream width. 

1 3. The prosthesis of Claim 2, wherein said continuous stream starts at 

2 a first selected position on said surface of said generally tubular structure and ends 

3 at a second selected position on said surface of said generally tubular structure. 

1 4. The prosthesis of Claim 2, wherein said stream width is equal to 

2 said surface width. 

1 5. The prosthesis of Claim 2, wherein said stream width is smaller 

2 than said surface width, 

1 6. The prosthesis of Claim 2, wherein said stream width is larger than 

2 said swface width. 

1 7. The prosthesis of Claim 2, wherein said continuous stream is in a 

2 straight line. 

1 8. The prosthesis of Claim 2, wherein said continuous stream is 

2 applied in a curved or angular line. 
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9. The prosthesis of Claim 1, wherein said preselected geometrical 
pattern is an intermittant pattern along said surface of said generally tubular 
structure. 

10. The prosthesis of Claim 9, wherein said intermittant pattern starts at 
a first selected position on said surface of said generally tubular structure and ends 
at a second selected position on said surface of said generally tubular structure. 

1 1 . The prosthesis of Claim 9, wherein said intermittant pattern is in a 
straight line. 

12. The prosthesis of Claim 9, wherein said intermittant pattern is 
formed in a curved or angular line. 

13. The prosthesis of Claim 9, wherein said intermittant pattern 
includes at least one bead having a selected bead diameter. 

14. The prosthesis of Claim 1 , wherein said generally tubular structure 
includes a channel formed into the tubular structure and has a channel width, said 
chaimel extending from a first position to a second position along said surface. 

15. The prosthesis of Claim 14, wherein said coating having said 
preselected geometrical pattern is deposited at least partially within said channel. 

16. The prosthesis of Claim 14, wherein said preselected geometrical 
pattern is a continuous stream having a selected stream width, 

17. The prosthesis of Claim 16, wherein said continuous stream starts at 
a first selected position within said channel and ends at a second selected position 
within said channel. 

1 8. The prosthesis of Claim 16, wherein said stream width is equal to 
said channel width. 

19. The prosthesis of Claim 16, wherein said stream width is smaller 
than said channel width. 
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1 20. The prosthesis of Claim 1 6, wherein said stream width is larger than 

2 said channel width. 

1 21. The prosthesis of Claim 16, wherein said continuous stream is in a 

2 straight line. 

1 22. The prosthesis of Claim 1 6, wherein said continuous stream is 

2 formed in a curved or angular line. 

1 23 . The prosthesis of Claim 14, wherein said preselected geometrical 

2 pattern is an intermittant pattern within said channel. 

1 24. The prosthesis of Claim 23, wherein said intermittant pattern starts 

2 at a first selected position within said channel and ends at a second selected 

3 position within said channel. 

1 25 . The prosthesis of Claim 23, wherein said intermittant pattern is 

2 formed in a straight line. 

1 26. The prosthesis of Claim 23, wherein said intermittant pattem is 

2 formed in a curved or angular line. 

1 27. The prosthesis of Claim 23, wherein said intermittant pattem 

2 includes at least one bead having a selected bead diameter. 

1 28. The prosthesis of Claim 1 , wherein said generally tubular structure 

2 includes a cavity formed into the tubular structure and has a cavity diameter within 

3 said surface. 

1 29. The prosthesis of Claim 28, wherein said coating having said 

2 preselected geometrical pattem is deposited at least partially within said cavity. 

1 30. The prosthesis of Claim 28, wherein said preselected geometrical 

2 pattem is a bead having a selected bead diameter. 

1 31. The prosthesis of Claim 30, wherein said bead diameter is equal to 

2 said cavity diameter. 
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1 32. The prosthesis of Claim 30, wherein said bead diameter is smaller 

2 than said cavity diameter, 

1 33. The prosthesis of Claim 30, wherein said bead diameter is larger 

2 than said cavity diameter. 

1 34. The prosthesis of Claim 28, wherein said generally tubular structure 

2 includes multiple cavities within said surface, 

1 35 . The prosthesis of Claim 34, wherein said preselected pattem is 

2 deposited at least partially within each of said multiple cavities. 

1 36. The prosthesis of Claim 34, wherein said preselected pattem is 

2 deposited at least partially within some but not all of said multiple cavities. 

1 37. The prosthesis of Claim 1 , wherein said generally tubular structure 

2 is a stent having a plurality of struts and wherein said coating having said 

3 preselected geometrical pattem is deposited on at least a portion of at least one 

4 strat of said plurahty of stmts. 

1 38. The prosthesis of Claim 37, wherein said at least one stmt of said 

2 plurahty of stmts includes a channel formed into said at least one stmt and has a 

3 channel width, said channel extending from a first position to a second position 

4 along said at least one stmt, and wherein said coating having said preselected 

5 geometrical pattem is deposited at least partially within said channel. 

1 39. The prosthesis of Claim 37, wherein said at least one strat of said 

2 plurality of stmts includes a cavity formed into said at least one stmt and has a 

3 cavity diameter and wherein said coating having said preselected geometrical 

4 pattem is deposited at least partially within said cavity. 

1 40. The prosthesis of Claim 37, wherein said preselected geometrical 

2 pattem is repeated on a single stmt of said stent. 

1 41 . The prosthesis of Claim 37, wherein said preselected geometrical 

2 pattem is repeated on more than one stmt of said stent. 
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42. The prosthesis of Claim 1, wherein said coating comprises at least 
one polymer. 

43. The prosthesis of Claim 42, wherein said coating additionally 
comprises at least one therapeutic substance. 

44. The prosthesis of Claun 1 , wherein said coating comprises at least 
one therapeutic substance. 

45. The prosthesis of Claim 1, wherein said coating is a first coating, 
said prosthesis additionally comprising a second coating, wherein said second 
coating has a second preselected geometrical pattem. 

46. The prosthesis of Claim 45, wherein said first coating is in contact 
with said second coating in at least one location. 

47. The prosthesis of Claim 46, wherein said second coating covers at 
least a portion of said first coating. 

48 . The prosthesis of Claim 45 , further comprising: 

a channel formed in the generally tubular structure, wherein said 
first coating is deposited within the chaimel and said second coating is 
deposited to at least partially cover said first coating within said channel. 

49. The prosthesis of Claim 45, further comprising: 

a cavity formed in the generally tubular structure, wherein said first 
coating is deposited within the cavity and said second coating is deposited 
to at least partially cover said first coating within said cavity. 

50. The prosthesis of Claim 45, fiirther comprising: 

a channel formed in the generally tubular structure, wherein said 
first coating and said second coating are deposited within the channel. 

5 1 . The prosthesis of Claim 45, further comprising: 

a channel formed in the generally tubular structure, wherein said 
first coating is deposited at least partially within the channel and said 
second coating is deposited outside of said channel. 



52. The prosthesis of Claim 45, further comprising: 

a plurality of cavities formed in the generally tubular structure 
including a first group of cavities and a second group of cavities, wherein 
said first coating is deposited at least partially within said first group of 
cavities and said second coating is deposited at least partially within said 
second group of cavities. 

53 . The prosthesis of Claim 45, further comprising: 

a plurality of cavities formed in the generally tubular structure 
including a first group of cavities and a second group of cavities, wherein 
said first coating is deposited at least partially within said first group of 
cavities and said second coating is deposited at least partially within said 
second group of cavities, said first group of cavities and said second group 
of cavities being distributed within a same region of the prosthesis. 

54. The prosthesis of Claim 45 , further comprising: 

a plurality of cavities formed in the generally tubular structure 
including a first group of cavities distributed within a first contiguous 
region of said tubular structure and a second group of cavities distributed 
within a second contiguous region of said tubular structure, wherein said 
first coating is deposited at least partially within said first group of cavities 
and said second coating is deposited at least partially within said second 
group of cavities. 

55. The prosthesis of Claim 45, further comprising: 

a plurality of struts forming the generally tubular structure including 
a first group of struts and a second group of struts; and 

a plurality of cavities formed into said struts of the generally tubular 
structure, wherein said first coating is deposited in cavities formed into said 
first group of struts and said second coating is deposited in cavities formed 
into said second group of struts. 

56. The prosthesis of Claim 45, further comprising: 

a plurality of struts forming the generally tubular structure, said 
struts including: 
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a plurality of links, a link forming a coupling between struts; 

and 

a plurality of arms, at least one arm extending from a link 
coupling said struts; and 

a plurality of cavities formed into said strut arms and said strut 
links, wherein said first coating is deposited in cavities formed into said 
strut arms and said second coating is deposited in cavities formed into said 
strut links. 

57. The prosthesis of Claim 45, wherein said first coating does not 
make contact with said second coating. 

58. The prosthesis of Claim 45, wherein said second coating comprises 
at least one polymer. 

59. The prosthesis of Claim 58, wherein said second coating 
additionally comprises at least one therapeutic substance. 

60. The prosthesis of Claim 45, wherein said second coating comprises 
at least one therapeutic substance. 
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A PROSTHESIS HAVING A PATTERNED COATING 

Daniel Castro 
Steven Wu 
Kurt W. Scheinpflug 
Kevin L. Woolbright 
Syed F. A. Hossainy 
Li Chen 



ABSTRACT OF THE DISCLOSURE 

A patterned coating on a prosthesis, for example a stent, and a method for 
forming the coating are disclosed. Additionally, an apparatus for forming the 
pattemed coating is disclosed. 
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DECLARATION FOR PATENT APPLICATION 
AND POWER OF ATTORNEY 

As a below named inventor, I hereby declare that: 

My residence, post office address and citizenship are as stated below adjacent to my name. 

I believe I am an original, first and joint inventor of subject matter (process, machine, manufacture, or 
composition of matter, or an improvement thereof) which is claimed and for which a patent is sought 
by way of the application entitled 

A PROSTHESIS HAVING A PATTERNED COATING 

which (check) ^ is attached hereto. 

I I and is amended by the Preliminary Amendment attached hereto. 

I I was filed on as Application Serial No. 

I I and was amended on (if applicable). 

I hereby state that I have reviewed and understand the contents of the above identified specification, 
including the claims, as amended by any amendment referred to above. 

I acknowledge the duty to disclose information, which is material to patentability as defined in Title 
37, Code of Federal Regulations, § 1.56. 

I hereby claim foreign priority benefits under Title 35, United States Code, § 1 19(a)-(d) of any foreign 
application(s) for patent or inventor's certificate or any PCT international application(s) designating at 
least one country other than the United States of America listed below and have also identified below 
any foreign application(s) for patent or inventor's certificate or any PCT international application(s) 
designating at least one country other than the United States of America filed by me on the same 
subject matter having a filing date before that of the application(s) of which priority is claimed: 



Prior Foreign Application(s) 


Priority Claimed 


Number 


Country 


Day/MonthA;^ear Filed 


Yes 


No 


N/A 






□ 


□ 



I hereby claim the benefit under Title 35, United States Code, § 119(e) of any United States 
provisional application(s) listed below: 



Provisional Application Number 


Filing Date 


N/A 
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I hereby claim the benefit under Title 35, United States Code, § 120 of any United States 
application(s) or PCT international application(s) designating the United States of America listed 
below and, insofar as the subject matter of each of the claims of this application is not disclosed in the 
prior application(s) in the manner provided by the first paragraph of Title 35, United States Code, § 
1 12, I acknowledge the duty to disclose information, which is material to patentability as defined in 
Title 37, Code of Federal Regulations, § 1.56, which became available between the filing date of the 
prior application(s) and the national or PCT international filing date of this application: 



Application Serial No. 


Filing Date 


Status (patented, pending, abandoned) 


N/A 







I hereby appoint the following attomey(s) and/or agent(s) to prosecute this application and to transact 
all business in the United States Patent and Trademark Office connected therewith: 



Alan H. MacPherson (24,423); Brian D. Ogonowsky (31,988); David W. Heid (25,875); Norman R. 
Klivans (33,003); Edward C. Kwok (33,938); David E. Steuber (25,557); Michael Shenker (34,250); 
Stephen A. Terrile (32,946); Peter H. Kang (40,350); Ronald J. Meetin (29,089); Ken John Koestner 
(33,004); Omkar K. Suryadevara (36,320); David T. Millers (37,396); Kent B. Chambers (38,839); 
Michael P, Adams (34,763); Robert B. Morrill (43,817); Michael J. Halbert (40,633); Gary J. 
Edwards (41,008); James E. Parsons (34,691); Daniel P. Stewart (41,332); Philip W. Woo (39,880); 
John T. Winbum (26,822); Tom Chen (42,406); Fabio E. Marino (43,339); William W. Holloway 
(26,182); Don C. Lawrence (31,975); Marc R. Ascolese (42,268); Carmen C. Cook (42,433); David 
G, Dolezal (41,711); Roberta P. Saxon (43,087); Mary Jo Bertani (42,321); Dale R. Cook (42,434); 
Sam G. Campbell (42,381); Matthew J. Brigham (44,047); Hugh H. Matsubayashi (43,779); Patrick 
D. Benedicto (40,909); TJ. Singh (39,535); Shireen Irani Bacon (40,494); Rory G. Bens (44,028); 
George Wolken, Jr. (30,441); John A. Odozynski (28,769); Cameron K. Kerrigan (44,826); Kenneth 
C. Brooks (38,393); Paul E. Lewkowicz (44,870); Theodore P. Lopez (44,881); Mayankkumar M. 
Dixit (44,064); Eric Stephenson (38,321); Eari A, Bright II (37,045); Thomas A. Massing (36,159); 
Tim L. Kitchen (41,900); and Philip S. Yip (37,265). 

Please address all correspondence and telephone calls to: 

Peter H. Kang 
Attorney for Applicants 
SKJERVEN, MORRILL, MacPHERSON, FRANKLIN & FRIEL LLP 

25 Metro Drive, Suite 700 
San Jose, California 951 10-1349 

Telephone: 408-453-9200 
Facsimile : 408-45 3-7979 

I declare that all statements made herein of my own knowledge are true, all statements made herein on 
information and behef are believed to be true, and all statements made herein are made with the 
knowledge that whoever, in any matter within the jurisdiction of the Patent and Trademark Office, 
knowingly and willfully falsifies, conceals, or covers up by any trick, scheme, or device a material 
fact, or makes any false, fictitious or fraudulent statements or representations, or makes or uses any 
false writing or document knowing the same to contain any false, fictitious or fraudulent statement or 
entry, shall be subject to the penalties including fine or imprisonment or both as set forth under 18 
U.S.C. 1001, and that violations of this paragraph may jeopardize the validity of the application or 
this document, or the validity or enforceability of any patent, trademark registration, or certificate 
resulting therefrom. 
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